* 



33 
CLAIMS 



10 



15 



20 



25 



30 



1. A mninated film obtained by extrusion- 
laminating^ onto at least one surface of a polyester film, 
an ethylene/unsaturated carboxylic acid/ (meth ) acrylic acid 
ester copolymer or a mixture resin composition thereof 
with a/n ethylene/unsaturated carboxylic acid copolymer 
and/dr an ethylene/ (meth) acrylic acid ester copolymer , the 
amoi/nt of the unsaturated carboxylic acid component being 
frdm 1 to 12% by weight and the amount of the 

(meth) acrylic acid ester component being from 2 to 25% by 
/eight with respect to the total amount of said extrusion- 
.aminated resin components. 

2. A laminated film obtained by extrusion- 
laminating, onto at lears-t^Qnj& surface of a polyester film, 
a mixture resin odmprising: 

(a) 100 parts by weight cDf the mixture resin 
component of an ethylene/unsaturated carboxylic 
acid/ (meth )acfry lie acid e^ter 
resin composition of saic 
acid/ (meth) achylic acid 



ettr 



istej 



copolymer or the mixture 
lene/unsaturated carboxylic 
copolymer with an 
ethylene/unsatUrated ca£box]^£ic acid copolymer and/or an 

ester copolymer, the amount of 
acl^component being from 1 to 
ctbunt of tffe, (meth) acrylic acid 
:rom 2 to 25% W weight with respect 
"of the extrusion-laminated resin 



ethylene/ (meth) acrylic/ aci 
the unsaturated carbo ; 
12% by weight and^ t) 
ester component be 



weight of an ethylene/ 
nsity of 840 to 900 
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to the total amou 
components , and 

(b) not mors than 

a -olefin copol^mqr resin having 
kg/m 3 . 

3. A laminated film according to claim K wherein 
the carboxylic/ aoid group o^^he unsaturated carboxylic 
acid in said mixt jure ^j oa^xn composition is partly ionized 
with an alkali! m&tal or an alkaline earth metal within a 
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range in which the ionization degree is not larger than 
20%- / I 

4. A laminated f/WEnP^according to claim 2, wherein 
the carboxylic acid gMip chE the unsaturated "€arboxylic 
acid in said mixture resin yis partly ionized with an 
alkali metal or an ajykali^e earth metal within a range in 
which the ioni z at io|r^d^gr ee is not larger than 20%, 

5. A laminatera^f ilm according to claim 1 or Jl , 
wherein another p&lgpr^ase member is laminated^on the 
polyes/ter film via the extrusion-laminated resin. 

method of producing a laminated film by 
rusion-laminating, on th * surface of a polyester film 
of which the surface is oxidized and has a surface wet 
tension of not smaller than 45 dyns/cm, (1) an extrusion- 
lamination resin: an ethylene/unsaturated carboxylic 
acid/ (meth ) acrylic acid ester copolymer or a mixture resin 
composition thereof with an ethylene/unsaturated 
carboxylic acid copolymer/ and/or an ethylene/ (meth) acrylic 
acid ester copolymer, the amount of the unsaturated 
carboxylic acid component being from 1 to 12% by weight 
and the amount of the (meth ) acrylic acid ester component 
being from 2 to 25% by weight with respect to the total 
amount of said extrusion-laminated resin components, or an 
ethylene/unsaturated aarboxylic acid/ (meth ) acrylic acid 
ester copolymer, or (2) an extrusion-lamination resin: a 
mixture resin comprising: 

(a) 100 parts by weight of the mixture resin 
component of an ethylene/unsaturated carboxylic 
acid/ (meth) acrylic /acid ester copolymer or the mixture 
resin composition pf said ethylene/unsaturated carboxylic 
acid/ (meth) acrylic acid ester copolymer with an 
ethylene/unsaturated carboxylic acid copolymer and/or an 
ethylene/ (meth) acrylic acid ester copolymer, the amount of 
the unsaturated /carboxylic acid component being from 1 to 
12% by weight and the amount of the (meth) acrylic acid 
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ester component beind from 2 to 25% by weight with respect 
to the total amount <pf the extrusion-laminated resin 
components , and 

(b) not more thfan 3 0 parts by weight of an ethylene/ 

a -olefin copolymer /resin having a density of 840 to 900 
kg/m3 f at a resin temperature of from 280 to 340 °C. 

7 . A method ©f producing a laminated film according 
to claim 6, wherein said extrusion-lamination resin is 
extrusion sandwicn-laminated between said polyester film 
and another polaj base member. 
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